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SINGLE CRYSTAL SILICX>N ARRAYED DEVICES 
FOR DISPLAY PANELS 



Background of the Invention 

Flat-panel displays are being developed which 
5 utilize liquid crystalB or electroluminescent 
materials to psroduce high quality images* These 
displays are expected to supplant cathode ray tube 
(CRT) technology and provide a more highly defined 

10 television picture. The most promising route to 
large scale high quality liquid crystal displays 
(LCDs) , for example, is the active-matrix approach 
in which thin-film transistors (TFTs) are co-located 
with LCD pixels. The primary advantage of the 

15 active matrix approach using TFTs is the elimination 
of cross-talk between pixels, and the excellent grey 
scale that can be attained with TFT-compatible LCDs* 

Flat panel displays en^loylng LCD's generally 
include five different layers: a white light 

20 source, a first polarizing filter that is moxmted on 
one side of a circuit panel on which the TFTs are 
arrayed to form pixels, a filter plate containing at 
least three primary colors arranged into pixels, and 
finally a second poleurizing filter. A volume 

25 between the circuit panel and the filter plate is 
filled with a liquid crystal material. This 
material will rotate the polarization of light when 
an electric field is applied across it between the 
circuit panel and a ground affixed to the filter 

30 plate. Thus, when a particular pixel of the display 
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is turned on, the liquid crystal material rotates 
polarized light being transmitted through the ^ 
material so that it will pass through the second 
polarizing filter, 
5 The primary approach to TFT formation over the 

large areas required for flat panel displays has 
involved the use of amorphous silicon which has 
previously been developed for large-area 
photovoltaic devices. Although the TFT approach has 

10 proven to be feasible, the use of amorphous silicon 
compromises certain aspects of the panel 
perforxnance* For example, amorphous silicon TFTs 
lack the frequency response needed for large area 
displays due to the low electron mobility inherent 

15 in amorphous material. Thus, the use of amorphous 
silicon limits display speed, and is also unsuitable 
for the fast logic needed to drive the display. 

Owing to the limitations of amorphous silicon, 
other alternative materials include polycrystfiLLline 

20 silicon, or laser recrystallized silicon. These 
materials are limited as they use silicon that is 
already on glass which generally restricts further 
circuit processing to low testperatures. 

An active matrix comprising TFTs is also useful 

25 in electroluminescent (EL) displays. The TFTs can 
be formed from silicon; however, the same factors 
that limit the use of polycrystalline silicon and 
amorphous silicon in the LCD active matrix also 
limit the use of these types of silicon in EL 

30 displays. Moreover, EL displays require TFTs 

. capable not only of high speed and low leakage, but 
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alBo of supporting the voltage level needed for 
electroluminescence . 

Thus, a need exists for a niethod of forming 
high quality TPTs at each pixel of a panel display 
5 having the desired speed and providing for ease and 
reduced cost of fabrication. Further, a need exists 
for a method of foanning high quality TPTs at each 
pixel of an EL panel display having the desired 
speed and providing for ease and reduced cost of 
10 fabrication, as well has providing the facility to 
operate the display pixels at the voltages necessary 
for luminescence. 
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Sijgnnarv of the Invention 

The present invention relates to panel displays 
and methods of fabricating such displays using 
thin-films of essentially single crystal silicon in 

5 which transistors are fabricated to control each 
pixel of the display. For a preferred enbodiment, 
the thin-film or transistor array is transferred 
onto an optically transmissive substrate such as 
glass or transparent organic films. In this 

10 embodiment, the thin-film single crystal silicon is 
used to form a pixel matrix array of thin-film 
transistors which actuate each pixel of an LCD. 
CHDS circuitry that is highly suitable for driving 
the panel display can be fosrmed in the same 

15 thin-film material in which the transistors have 
been formed. The circuitry is capable of being 
fiaiy interconnected to the matrix array using 
thin-film metallization technigues without the need 
for wires and wirebondlng* 

2Q Each transistor^ by application of an electric 

field or signal, serves to control the optical 
transmission of light from or through an adjacent 
material or device. For the purposes of this 
application the transistor and the adjacent material 

25 or device through which light from a source is 

transmitted is refered to as a light valve. Thus, 
each pixel of the panel display can be an 
independently controlled light valve. Examples of 
such light valves include LCDs or any liquid or 

30 solid state material whose light transmitting 
characteristics can be altered with an electric 
field or signal and which can be configured to 
provide a dense pixel array. The present devices 
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and related methods of fcUt>rioatlon satisfy all of 
the recpilrements of large scale flat panel to 
produce highly defined color images « The 
transistors or switches can be paired with 
5 electroluminescent display elements (ELDs) or light 
emitting diodes (LEDs) to provide a display* 

A preferred embodiment of the present invention 
utilizes lax^e area semiconductor films, separates 
the films from the processing substrate, and motrnts 

10 them on glass or other suitable optically 

transmissive materials* Films of single crystal 
silicon with thicknesses on the order of 2 microns 
or less, have been separated from epltcucial 
substrates, and the films have been mounted on glass 

15 and ceramics* Functional p^n junction devices such 
as field effect transistors ('■FETs'') are at least 
paarbially fabricated prior to separation and then 
transferred to glass* Various bonding procedures 
can be used for moiuiting on substrates including 

20 adhesives, electrostatic bonding, Van der Haal*8 

forces or a eutectic alloy for bonding. Other known 
methods can also be utilized* 

A preferred embodiment of the process coxaprises 
the steps of forming a thin essentially single 

25 crystal Si film on a release substrate, fabricating 
an array of pixel electrodes and thin-film 
enhancement mode transistors, and associated CHOS 
circuitry on the thin film* Each transistor is 
electrically connected to one of the pixel 

30 electrodes such that each pixel can be independently 
actuated by one of the transistors* The CMOS 
circuitry can be used to control pixel actuation and 
the resulting image or images that are displayed. 
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Device fabrication can be initiated vAxile the 
thin-film is still attached to the release substrate 
by formation of source, drain, channel and gate 
regions, and interconnection with pixel electrodes. 
5 By substantially completing device processing prior 
to transfer to the final panel substrate, a low 
temperature glass or polymer can be used. 
Alternatively, all or a portion of device 
fabrication can occur after release, or upon 

]0 transfer of the processed film to the glass or 
plastic plate. After transfer, integration with 
color filters and licpiid crystal materials completes 
the panel for an embodiment employing an liCD. 
Preferred methods of thin-film formation 

23 processes employ silicon-on- insulator (SOX) 

technology where an essentially single crystal film 
is formed on an insulating substrate from which it 
can be released. For the purposes of the present 
application, the term "essentially single crystal" 

2Q means a film in which a majority of crystals extend 

over a cros8*~sectional area, in the plane extending 

2 

laterally through the film, of at least 0.1 cm and 

2 

preferably in the range of 0.5 -1.0 cm or more. 
Such films can be formed using Jcnown techniques, on 

25 sapphire, SiO^^ Si wafers, carbon and silicon 
cai^ide substrates, for example. 

SOI technology generally involves the formation 
of a silicon layer ^ose crystal lattice does not 
match that of the underlying substrate. A 

30 particular preferred embodiment uses Isolated 

Silicon Epitaxy (ISE) to produce a thin film of high 
quality Si on a release layer. This process can 
include the deposition of a non-single crystal 
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ipiaterial such as amorphous or poly crystalline 
silicon on the release layer which is than heated to 
crystalliee the xnaterial to form an essentially 
single crystal silicon* The use of a release layer 
5 enables the film and circuit release using oxides 
beneath the active layer that can be etched without 
harm to the circuits* 

In a preferred embodiment the entire substrate 
on which the epitaxial film has been formed is 

10 removed by an etch back procedure. 

Alternatively, methods of chemical epitaxial 
lift-off, a process for trfluisf erring semiconductor 
material to glass or other substrates, can be 
applied to large area sheets of the desired 

15 semiconductor material. These or other release 

methods can be. used to. remove any thin-film single 
crystal material from a growth substrate for 
transfer onto substrates for circuit panel 
fabrication* 

20 The present invention includes CMOS circuit and 

pixel electrode formation in a recrystallized 
silicon film that is then, secured to a second 
transfer substrate, removed from the starting wafer 
or substrate, and mounted on the glass or other 

25 suitable substrate to form the circuit panel. 

Alternatively, one can first form the circuits, bond 
the circuits to glass, and then separate the 
circuits from the substrate. The pixels are 
positioned in rows and columns having a planar 

30 geometry. The order of the fabrication steps allows 
the use of conventional fast CMOS (or other) logic 
onboard the glass, since the high temperature 
processing for these circuits are performed prior to 
transfer. 
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Another preferred eihbodiaent involves the 
fabrication of a discrete array of transistor 
elements, transferring these elements onto a 
stretchable substrate which either contracts or 
5 es^ands to provide the desired spacing or 

registration of the discrete elements and then 
transferring these elements onto a final snbstrate 
that is including in the display panel - 

Yet another preferred embodiment of the present 

10 invention relates to electroluminescent (EL) panel 
displays and methods of fabricating such displays 
using single crystal silicon materials. Single 
crystal silicon is preferred for achieving high 
resolution in a small (6inx6in or less) active 

15 matrix EL display. In an EL display, one or more 
pixels are energized by alternating current (AC) 
which must be provided to each pixel by row amd 
column interconnects. The efficient conduction of 
AC by the interconnects is limited by parasitic 

2Q capacitance. The use of an active matrix, however, 
provides a large reduction of the interconnect 
capacitance and can enable the use of high frequency 
AC to obtain more efficient electroluminescence in 
the pixel phosphor and hence increased brightness. 

25 In accordance with the present invention, the TFTs 
that provide this advantage are formed in a single 
crystal wafer, sucih as bulk Si wafers, or thin-films 
of single crystal or essentially single crystal 
silicon. These high quality TPTs are employed in an 

30 EL panel display, providing high speed and low 
leakage as well as supporting the high voltage 
levels needed for electroluminescence. 
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Sxlstlng EL displays provide a low brightness 
output because passive circuitry for exciting pixel 
phosphors typically operates at a pixel excitation 
frequency (about 100 Hz) that is low relative to the 
^ luminance decay tine of the phosphor naterial. in 
an EL display of the present invention, the TFTs are 
fomed in an active matrix using bulk or thin film 
single or essentially single crystal silicon 
characterized by its high carrier mobility. As 

10 such, the TPTs can operate at high switching speeds. 
Thus, the active matrix circuit panel employing high 
speed TPTs co-located with the pixels can provide a 
high phosphor excitation frequency relative to the 
luminance decay time of the phosphor material 

15 resulting in increased brightness of the display. 
An EL display of the present invention is capable of 
providing a phosphor excitation frequency of looo - 
10,000 Hz. Preferably, the EL display of the 
present invention provides a phosphor excitation 

20 frequency of more than about 5000 Hz and up to about 
10,000 Hz leading to a proportionate increase in 
luminance. 

In preferred embodiments, a thin layer of 
single crystal silicon is used to form a circuit 

25 panel comprising an array of transistors and an 
array of pixel eleetrodes, each pixel electrode 
being actuatable by one or more transistors. An 
electroluminescent material is positioned adjacent 
to the circuit panel and patterned to form an array 

30 of EL elements. For the EL display embodiments, 
each transistor (or transistor circuit) , the 
associated pixel electrode and the associated EL 
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material element are referred to as a pixel. As 
sucax, the EL display is caii«>rised of a pliirality of 
independently controllable pixels. Por each pixel, 
the transistor (or transistor circuit) , being 
capable of generating an electric field or signal 
across the adjacent EL material material, serves to 
control the emission of light by the EL material. 

CHOS drive circuitry suitable for driving the 
EL panel display xnay be formed in the same single 
crystal material in which matrices of high voltage 
DMOS transistoxrs and pixel electrodes have been 
formed. The drive circuitry is capable of being 
fully interconnected to the matrix of pixels using 
thin-film metallization techniques without the need 
for wires and wirebonding. Further, an optically 
transmissive electrode array is positioned over the 
electroluminescent material such that the electric 
field generated at each pixel lies between the 
optically transmissive electrode and the pixel 
electrode. As such, each pixel of the EL panel 
display can be an independently controlled light 
emitter whose light emitting properties aro altered 
by the electric field or signca. 

The present invention comprises devices and 
related methods for fabricating EL panel displays 
satisfying the requirements for producing high 
definition color images. To that end, the 
electroliiminescent material is used to provide a 
pixel that is capeODle of producing a plurality of 
different wavelengths of light. More specifically, 
the electroluminescent material can comprise a 
plurality of patterned layers, each layer being 
capable of producing light of a particular 
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wavelength which is different relative to the 
wavelengths produced by other layers when subjected 
to the electric field. 

A preferred enbodinent of the EL display 
5 formation process conprises the steps of forming a 
thin-film of single crystal silicon on a supporting 
substrate, forming an array of pixel electrodes, 
transistors and drive circuitry in or on the silicon 
film and forming an electiroluminesoent structure 

10 within each pixel adjacent to the silicon film. 

Each transistor is electrically connected to a pixel 
electrode such that each pixel may be independently 
actuated by a drive circuit. 

Preferred methods of single crystal silicon 

15 layer formation processes for an EL display comprise 
SOI technology which involves the formation of a 
silicon layer on an insulating oxide on a substrate. 
SOI structures are preferred because they siipport 
the high voltage, high density circuitry of the EL 

20 display of the present invention. More 

specifically, the oxide layer allows the structure 
to sustain high voltage devices such as DMOS 
transistors. Further, the soi structure can provide 
channel isolation for achieveing higher density 

25 pixel circuitry which leads to a higher resolution 
display. 

Other preferred methods relate to thin-film 
formation processing for the EL display involving 
SOI technology in which a single crystal silicon 
30 film is formed on a support substrate . from which it 
can be separated and adhered to another material. 
In one preferred process, a film of single crystal 
silicon is formed on a substrate and active matrix 
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circuitry i© formed in the silicon film- Next, the 
tilM is separated from its substrate and transferred 
onto a reflective material for improving light 
emission of the pixels • In another preferred 

5 embodiment, the film is separated from its substrate 
and transferred onto a curved surface of a material 
for improved optical properties* For example, an EL 
display can be mounted upon a curved visor of a 
helmet-mounted system. Alternatively, the EL 

10 display may be mounted onto a curved windshield for 
a heads-t^ display. 

In another preferred embodiment, a film of 
single crystal silicon is formed on a substrate and 
the entire wafer is then attached to a superstrate. 

j5 Next, the entire substrate is removed by an etch 
bade procedure. 

A particulau: preferred method of the EL display 
formation process uses ISE whic^ comprises the steps 
of forming a thin essentially single crystal Si film 

20 which includes forming a layer of polycrystalline 
silicon on an insulating substrate, forming a 
capping layer over the polycrystalline silicon and 
scanning the polycrystalline layer with a heat 
source to recrystallize the layer and form a wafer 

25 of substantially single crystal silicon. The 
display formation process further comprises the 
steps of forming an array of pixel electrodes, 
transistors and drive circuitry in the silicon film 
and forming an electroluminescent structure within 

30 each pixel. Each tramsistor is electrically 

coxmected to a pixel electrode such that each pixel 
may be independently actuated by one transistor 
circuit. The drive circuitry may be used to control 
pixel actuation and the resulting iiaages are 

35 displayed. 
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The above, and other features of the invention 
including various novel details of construction and 
coxnbination of parts, will now be xetore partictaarly 
described with reference to the accompanying 
5 drawings and that pointed out in the claisis. it 

will be understood that the particular panel display 
and the methods used in fabricating those panels 
which embody the invention are shown by way of 
illustration only and not as a limitation of the 
10 invention. The principal features of this invention 
can be employed in various embodiments without 
departing from the scope of the invention. 
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Brief Description of the Dravinqs 

Figure lA is an exploded perspective view of a 
flat peuiel display in accordance with the invention. 

Figtire IB is a circuit diagram illustrating the 
5 driver system for a preferred embodiment of the 
invention. 

Figures 2A-2L is a preferred process flow 

sequence illustrating the fabrication of a circuit 

panel for a flat panel display. 
IQ Figure 3 is a cross-sectionca view of a 

preferred embodiment of the display panel* 

Figure 4 Illustrates in a perspective view a 

preferred embodiment of a system used for 

recrystallization . 
15 Figure 5A illustrates the use of a patterned 

release layer to entrain boimdaries in a 

crystallized material. 

Figure 5B Illustrates the use of a patterned 

capping layer to entrain boundaries. 
20 Figure 6A illustrates the drain current and 

transconductanoe characteristics for a MOSFET prior 

to transfer to glass in accordance with the 

invention. 

Figure 6B illustrates the drain current and 
25 transconductanoe characteristics for the KOSFET of 
Figure 6A after transfer to glass. 

Figure 7A illustrates the drain current of the 
device in Figure 6A plotted on a logarithmic scale 
at two different dirain voltages. 
30 Figure 7B illustrates the drain current of the 

device in Figure 6B plotted on a logarithmic scale 
at two different drain voltages. 
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Figure 8A illustrates the drain current output 
of the device of Figure 6A with the gate voltage 
varying between 0 and 5 volte. 

Figure 8B illustrates the drain current output 
5 of the device of Figure 6B with the gate voltage 
varying between 0 and 5 volts. 

Figures 9A-9C are a series of cross-sectional 
diagraitts illustrating a lift-off process in 
accordance with the invention. 
10 Figure lOA is a partial perspective view of a 

wafer during lift-off processing according to 
another embodiment of the invention. 

Figure lOB is a sectionea view taken along 
lines II-ii of Figure lOA of the lift-off structure 
15 after a step in the process. 

Figure IOC is a partial perspective view of a 
portion of a wafer during lift-off processing in 
another embodiment irtiere registration is maintained. 
Figures lOD and lOE show cross-sections of the 
20 structure of Figure lOC after additional steps in 
the lift-off process. 

Figures llA-llE are schematic drawings of a 
wafer during various steps in the process flow of a 
lift-off procedure in accordance with the invention. 
25 Figures 12A-12C are schematic sectional 

drawings of another preferred lift-off procedure of 
the invention. 

Figures 13A-13C schenztically illustrate a 
preferred method of transfer in accordance with the 
30 invention. 

Figures 14A ajiA 14B schematically illustrate 
addition2a transfer methods in accordance with the 
invention. 
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Flgure 15 Illustrates a preferred system for 
monitoring and controlling device registration in 
accordance with the invention. 

Figure 16A is an exploded perspective view of 
5 an electroluminescent panel display in accordance 
with the present invention. 

Figure 16B is a perspective view of an 
eleotroltminescent color display element. 

Figure 16C is a circuit diagram illustrating 
10 the driver system for the electroluminescent panel 
display. 

Figure 16D is an equivalent circuit for a DMOS 
transistor of Figure 16C. 

Figures 17A-17L is a preferred process flow 
15 sequence illustrating the fabrication of a circuit 
panel for an electroluminescent panel display. 

Figures 18A-18D is preferred process flow 
sequence illustrating the fabrication of an 
electrolxzminescent color display. 
20 Figures 19A-19B is a preferred process flow 

sequence illustrating transfer and bonding of an SOI 
structure to a superstrata and removal of the 
substrate. 

Figtires 20A***20B is a preferred process flow 
25 sequence illustrating an alternative transfer 
process in which a GeSi alloy is used as an 
intermediate etch stop layer. 

s 
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Detailed Deaerjptlon of Praf erred ^gn>^r^^^ 

A preferred embodiment of the invention is 
illustrated in the perspective view of a panel 
display in Figure 1. The basic camponents of the 
display include a light source 10 that can be white 
or Boae other appropriate color, a first polarizing 
filter 12, a circuit panel 14, a filter plate 16 and 
a second polarizing filter 17, which are secured in 
a layered structure. A liquid crystal Material (not 
shown) is placed in a volume between the circuit 
panel 14 and the filter plate 16. An array of 
pixels 22 on the circuit panel 14 are individually 
actuated by a drive circuit having first 18 and 
second 20 circuit coaiponents that are positioned 
adjacent the array such that each pixel can produce 
an electric field in the liquid crystal aaterial 
lying between the pixel and a countereleotrode 
secured to the color filter plate 1€. lUe electric 
field causes a rotation of the polarization of light 
being transmitted across the liquid crystal material 
that results in an adjacent color filter element 
being illuminated. The color filters of filter 
plate system 16 are arranged into groups of four 
filter elements such as blue 24, green 25, red 27 
25 and,^te29. The pixels or light valves associated 
with filter elements 24, 25, 27, 29 can be 
selectively actuated to provide any desired color 
for that pixel group. 

The present Invention employs any transmlssive 
30 or emissive material to form each pixel of the 
display panel. To that end, some preferred 
embodiments employ the use of any liquid, such as 
the aforementioned liquid crystal material, to form 



20 
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a transaissive light valve for each pixel, other 
prefexxed embodiments employ the use of a solid 
state material such as a ferroelectric xaaterial to 
form a transmissive lic^t valve for eaich pixel. 
5 Farther, other preferred embodiments emplc^ the use 
of other solid state materials to form a light 
emitter for each pixel. An electroluminescent film, 
porous silicon or any light emitting material idiose 
optical transmission properties can be altered by 
10 the application of an electric field can be used to 
form the light emitter. Accordingly, electro- 
luminescent display elements (ELD), porous silicon 
display elements or light emitting diodes can be 
formed and used to provide a display. 
15 A drive circuit that can be used to control the 

display on the panel is illustrated in Figure IB. 
Circuit 18 receives an incoming signal and sends a 
signal to the pixels through buses 13. Circuit 20 
will scan through buses 19 to turn on the individual 
20 transistors 23 vhich Charges capacitor 26 in each 
pixel. Xhe capacitor 26 sustains the charge on the 
pixel electrode and the liquid crystal 21 until the 
next scan of the array. The various embodiments of 
the invention may, or may not^ utilize capacitors 
25 with each pixel d^ending upon the type of display 
desired. 

Figures 2A-2L illustrate the use of an Isolated 
Silicon Epitas^ (ISB) process, to form 
sillcon-on-insulator (SOI) films in which circuit 
30 panel circuitry is formed. Note that any number of 
techniques can be emplc^ed to provide a thin-film of 
single crystal Si. An SOI structure, such as that 
shown in Figure 2 A, includes a stibstrate 30 and an 
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oxide 34 (Buch as, for example, siO^) that Is grown 
or deposited on the substrate 30. A thin single 
crystal layer of silicon is formed over the oxide 
34. The oxide (or insulator) is thus buried beneath 
5 the Si surface layer. For the case of ISE SOI 
structures, the top layer is a substantially 
single-crystal recrystalliEed Silicon, from which 
CMOS circuits can be fabricated. The use of a 
buried insulator provides devices having higher 
10 speeds than can be obtained in conventional bulk 
(caochralski) material. Circuits containing in 
excess of 1.5 million CMOS transistors have been 
successfully fabricated in ISE material. 

As shown in Figure 2B, the film 38 is patterned 
to define a transistor region 37 and a pixel 
electrode region 39 for each pixel. An oxide layer 
40 is then formed over the patterned regions 
including channel 48 between the two regions 37 39 
of each pixel. The intrinsic crystallized material 
38 is than implanted 44 (at Figure 2C) with boron or 
other p-type dopant to provide a n-channel device 
(or alternatively, an n-type dopant for an p-channel 
device} . 

A polyerystalline silicon layer 42 is than 
deposited over the pixel and the layer 42 is then 
la«>lanted 46, as seen in Figure 2D, with an n-type 
dopant to lower the resistivity of the layer 42 to 
be used as a gate. The polysilicon is patterned to 
form the gate 50, as seen in Figure 2E, ^ich is 
30 followed by a large implant 52 of boron to provide 
P+ source and drain regions for the transistor. As 
shown in Figure 2F, an oxide 54 is formed over the 
transistor and openings 60, 56, 58 are formed 
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through the oxide 54 to contact the source 66, the 
drain 64, and the gate, respectively. A patterned 
metalization 70 of aluminum, tungsten or other 
suitable metal is used to connect the exposed pixel 
5 electrode 62 to the soiurce 60 (or drain) , and to 
connect the gate and drain to other circuit panel 
components • 

A second fabrication procedure is one of the 
substrate release processes that have been developed 

10 to form thin (1 to 5 micron) films of processed 

silicon bonded to glass; these films contain active 
semiconductor devices such as FETs that are 
partially of completely fabricated prior to 
transfer* The crystallization and release 

15 procedures including the cleavage of laterally grown 
epitaxial films for transfer (CLEFT) approach are 
described more fully in U.S. Patent No. 4,727,047 
incorporated herein by reference. The cshemical 
epitaxial lift-off (CEL) approach is described more 

20 fully in U*S. Patent Nos. 4, 846, 931 and 4,883,561. 
Both of the CLEFT and CEL techniques permit the 
reuse of the substrate, leading to reduced cost 
compared to other approaches in which the substrates 
are consumed. By combining thin film release 

25 techniques with SOI wafers, we will be able to form 
the required high quality films and circuits on 
glass. 

The foregoing indicates that CEL processes can 
be limited by the lateral distance that is required 
30 for the HF (or other etchant) undercut of the 

release layer. The key to large area panels using 
CEL is the release of patterned devices and/or 
circuits rather than complete large-area films. 
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because the circuits or devices have unused areas 
that can be used as vertical cOuumels through the 
film to allow the etch to reach the release layer. 
This approach is illustrated in Figures 2H-2L. To 
remove the circuit from the release substrate a 
first opening 70 (in Figure 2H) is formed in an 
exposed region of layer 36 that occurs between 
pixels. A second larger portion of layer 34 is than 
removed to form cavity 72 such that a portion of 
layer 36 extends over the cavity 72. 

In Figure 21, a support post 76 is formed to 
fill cavity 72 and opening 70, and which extends 
over a portion of layer 36. Openings or via holes 
74 are then provided through layer 36 such that an 
etchant can be Introduced through holes 74, or 
lateral openings 78, to remove layer 34 (see Figure 
2J) . The remaining insulating layer 36 and the 
circuitry supported thereon is now held in place 
relative to substrate 30 with support posts 76. 

An epoxy that can be cured with ultraviolet 
light is used to attach an optically transmissive 
eubstrate 80 to the circuitry, and layer 36. The 
substrate 80 is than patterned such that regions of 
epoxy 84 about the posts 76 remain uncured while the 
remaining epoxy 82 is cured (see Figure 2K) . The 
substrate 30 and posts 76 are removed to provide the 
structure shown in Figure 2L, which is than 
processed to provide the desired display panel. 

Note that the UV-cured adhesive (or tape) can 
be patterned to protect the circuits where 
necessary, and HF can be used to reach the remaining 
the release layer. 
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Note that where tape is used, tape provides 
support to the circuits after release* Large area 
GaAs devices containing films have been fabricated 
in this vay, and these have been released to form 
5 devices from entire wafers on one tape. The 

released circuits can be remounted on the glass and 
the other elements of the liquid crystal display 
panel. Transparent adheslves are the preferred 
method of mounting « 
10 To form the final display panel the circuit 

panel shown in Figure 2L is etched leaving the 
desired pixel elements exposed. Insulation «md 
alignment layears, spacers, a sealing border and 
bonding pads for connections as added onto the 
15 circuit panel • A screen printing process can be 
used to prepare the border. The plate containing 
the color filters and the counterelectrode is sealed 
to the circuit panel with the sealing border after 
insertion of spacers • The display is filled with 
20 the selected liquid crystal material via a small 
filling hole or holes extending through the border* 
This filling hole is then sealed with a resin or 
epoxy. First and second polaxizer films or layers 
are than bonded to both sides and connectors are 
25 added. Finally, a ^ite light source 114, or other 
suitable light source, is coupled to polarize 112, 

A cross-sectional view of the resulting device 
is shown in Figure 3 wherein pixel electrodes 102 
and 104 are laterally spaced from each other. Each 
30 pixel 102, 104 will have a transistor 106 and a 
color filter 120, 122 associated therewith. 
Polarizing elements 112, 118 are positioned on 
opposite sides of the structure which also includes 
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bonding elwaent or adhesive 108 and optically 
transmissive substrate lio, such as glass or 
plastic. Layer 108 can be a transparent epoxy or a 
low temperature glass that can have a thickness of 
5 2-10 microns. 

The CLEFT process permits the separation of a 
thin single-crystal films, grown by chemical vapor 
deposition (CVD) , from a reusable honoepitaxlal 
substrate. Unlike the CEL process, in the CLEFT 
10 process the circuits or devices are first bonded to 
glass and after mounting the separation is made 
between the circuits and the substrate. 

The films removed from the substrate by CLEFT 
are essentially single-crystal, of low defect 
15 density, are only a few microns thick, and 

consequently the circuit panel has little weight and 
good transmission oharacteristice. For the purposes 
of the present application, the term "essentially 
single crystal" means a film in which a majority of 
20 crystals extend over a cross sectional area In a 
plane of the film of at least o.i cm^, and 
preferably in the range of 0.5 - i.o om^ or more. 

The CLEFT process, illustrated in U.S. Pateiit 
No. 4,727,047 involves the following steps: growth 
Of the desired thin film over a release layer fa 
plane of weakness) , formation of metallization and 
other coatings, formation of a bond between the fim 
and a second substrate such as glass (or 
superstrate) , and separation along the 
built-in-plane of weakness by cleaving. The 
substrate is then available for reuse. 

The CLEFT process is used to form sheets of 
essentially single crystal material using lateral 
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epitaxial growth to form a continuous film on top of 
a release layer. For silicon the lateral epitaxy is 
accomplished by the ISE process or other 
recrystallization procedures. Alternatively, other 
5 standard deposition techniques can be used to form 
the necessary thin-film essentially single crystal 
material. 

One of the necessary properties of the material 
that forms the release layer is the lack of adhesion 
10 between the layer and the semiconductor film. Since 
a weak plane has been created by the release layer, 
the film can be cleaved from the substrate without 
any degradation. The release layers can comprise 
multi-layer films of Si^N^ and BiOj. Such an 

15 approach permits the SiO^ to be used to passivate 
the back of the CMOS logic. (The Si^N^ is the layer 
that is dissolved to produce the plane of weakness.) 
In the CLEFT approach, the circuits are first bonded 
to the glass, or other transfer substrate, and then 

20 separated resulting in simpler handling as compared 
to UV-cured tape. 

In the ISE process, the oxide film is strongly 
attached to the substrate and to the top Si film 
^^ch will contain the circuits. For this reason, 

25 it is necessary to reduce the strength of the bond 
chemically. This technique involves a release layer 
that is preferentially dissolved with an etchant 
without coa^lete separation, to form a plane of 
weakness in the release layer. The films caxi then 

30 be separated mechanically after the glass is bonded 
to the circuits and electrodes. 

Mechanical separation is acconjplished as 
follows: The upper surface of the film is bonded 
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with a transparent epoxy to a euperstrate suoh as 
glass. The film and glass are then bonded with wax 
to glass plates about 5 mm thick that serve as 
cleaving supports. A metal wedge is inserted 
between the two glass plates to force the surfaces 
apart. Since the mask has low adhesion to the 
substrate, the film is cleaved from the substrate 
but remains mounted on the glass. The substrate can 
then be used for another cycle of the CLEFT process, 
and the device processing is completed on the back 
surface of the film. Note that since the device 
remains attached to a superstrata, the back side can 
be subjected to standard wafer processing, including 
photol ithography . 

The method further involves the preparation of 
single crystal films, with seeding in the case -of an 
Si substrate and without seeding for the case of 
foreign substrates. Per the case of seeded Si 
films, the standard recrystallization process is 
20 emple»yed. In either case, the bottom oxide or 

nitride layer can be optimized for release purposes. 

In one embodiment of the recrystallization 
system, shown schematically in Pig. 4 the substrate 
temperature is elevated to near the melting point by 
25 a lower heater 130. An upper wire or graphite strip 
heater 132 is then scanned across the top of the 
sample 134 to cause a moving melt zone 136 to 
recrystallize or further crystallize the polyciy- 
stalline silicon, m the standard process on si, 
the lateral epitaxy is seeded from a small opening 
through the lower oxide, and the resultant single 
crystal film has the orientation of the substrate. 
Capping layer 138 is deposited over the 
polycrystalline material prior to crystallization. 
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Tlie tise of foreign substrates precludes 
seeding. In this case^ essentially single crystal 
Si is obtained by grain boundeury entrainiaent 
techniques* Grain boundary entraixment cem be used 
5 by patterning either the release 03d.de or the cap 
layer to introduce a modulation in the thermal 
gradients in the regrowth region. This modulation 
in the ten^erature field changes the location of the 
melt front and entrains the boundaries in 
10 predictable locations. Patterning of the release 
oxide 142 is shown in Figure 5A. In this embodiment 
the substrate 140 has grooves 150 JohLdh are filled 
with the release oxide 142* Owing to this 
entrainment of boundaries 148 in the crystallized 
15 material 144 that can extend between the cap 146 and 
the release layer 142, the Si circuits or electrodes 
can be located in regions of liigh quality. 
Metallization and other features can be located over 
subgrain boundaries, 
20 As shown, a preferable technique is to pattern 

the reusable substrate with the necessary entrain*- 
ment structure. Once patterned in this way, the 
reusable substrate would not reqpiire repatteming. 
In such a scheme the entraining grooves are provided 
25 with a material of sufficient thickness to entirely 
fill the grooves, mie material in the grooves could 
for exaa^le, con^rise planarized Si^N^, while the 
release layer could comprise further deposition of 
SiO^* Alternatively, the grooves could be filled 
30 entirely with BiO^P the grooves could then function 
as channels for the release etch. 

A second approach involves patterning the cap 
layer 145 after cap deposition, as shown in Figure 
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Patterned ridges 147 of the cap 145 overlie 
boundaries 148 in the recryatalXized material that 
con extend between the cap 145 and release layer 
141. A third approach would be to pattern the 
polycrystalline silicon layer. 

Capping layers can be used with foreign 
substrates. The capping layer must be adherent 
throughout the thermal cycle, but must be removable 
for device processing, a cap works well for smooth 
Si substrates, but the patterned layers necessary 
for entrainment can require new films. 

Figures 6-8 illustrate the electrical 
characteristics of a MOSPBT made in accordance with 
the invention before and after transfer onto a glass 
substrate. Figure 6A graphically depicts the drain 
current 1^ and the transconductance 6„ as a function 
of gate voltage Vg in the linear region, where the 
drain-source voltage is 50 mV, for a MOSPET prior to 
transfer to glass. The MOSFET has a width-to-length 
ratio Of 250 lm/201m and a gate oxide thickness of 
890 A in a 0.5 Im thick reorystallized silicon 
material. Figure 6B shows the drain current 1„ and 
transconductance 6„ of the same device after 
transfer to glass. 

25 Figure 7A graphically illustrates the drain 

current of the device of Figure €A plotted on a 
logarithmic scale at two drain-source voltages v 
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50 mv and « 5V. ^ 

Figure 7B graphically illustrates the drain 
current of the device in Figure 63 poltted on a 
logarithmic scale at drain-source voltages of v = 
50 mv and = 5V, ^ 



SiroSTrTUTE SHEET 



wo 92/12453 



PCrAS91/09770 



■ -28- 



Figure 8A graphically illustrates the drain 
current 1^ as a function of drain-source voltage of 
the device of Figure 6A at gate voltages of V^g • o, 
1, 2, 3f 4 and 5 volts. 
5 Figure 8B graphically Illustrates the drain 

current Ijj as a function of drain-source voltage of 
the device of Figure 6B at gate voltages of Vgg = o, 
1, 2, 3, 4 and 5 volts. 

For the CEL approach, a further embodiment 
10 involves remounting of the released circuits on 
glass plates. Xhe application method insures 
uniform intimate contact between the thin-film 
semiconductor and the adhesive, yet must not crack 
or introduce other defects in the thin films. 
15 Methods involve the application of Apiezon W 

wax to the frontside of the layer to be separated. 
The stress in the wax imparts a curvature to the 
lifting layer thereby allowing the etching fluid 
access to the etching front. Access to the etching 
20 front is achieved only from the outer edge of the 
total area being lifted off. 

This process is of limited use for applications 
involving large area liftoff, however, due to long 
liftoff times that can extend up to hours or days 
25 for areas larger than 2cmx2cm. Curvature is 

required to increase etchant access to the etching 
front. However, the curvature necessary for liftoff 
is caused by a low ten^erature wax so that no high 
temperature processing can be done while this wax is 
30 present. Present samples are often cleaved to size, 
not eilloving for substrate reuse. The wax 
application process ie automated and pattemable to 
allow for substrate reuse in applications where this 
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procedure Is preferred. This process is useful only 
for individual saiall areas that do not require 
badcside processing. 

Another enbodintent of the invention involves 
using a combination of thin or thick film materials 
with different coefficients of expansion to replace 
the black wax in the standard liftoff process. This 
process is illustrated in Figures 9A-9C. By using 
the correct temperature the curvature needed for 
liftoff is achieved due to the differential stresses 
in the layers. A single layer can be used if it has 
the correct expansion coefficient with respect to 
the material being lifted off. This method allows 
for support layers that impart the correct curvature 
at the liftoff temperature, lay flat at room 
temperature, and also support the film during 
backside processing. 

This embodiment of the invention will now be 
described in connection with structure 200 of 
20 Figures 9A.9C. A substrate 202, which can comprise 
any suitable substrate material upon which epitaxial 
layers or devices can be formed, is provided, a 
release layer 204 is grown, preferably by CVD, on 
substrate 202. For a thin-film silicon releasable 
layer, an Sio^ layer can be used as previously 
described. 

A semiconductor layer structure 206 is formed 
on release layer 204, also by cVD or other 
previously described methods. Structure 206 
preferably comprises materials arranged for the 
fabrication of an array of transistors in accordance 
with the invention. 
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By using CVO, for example, etiructure 206 can be 
siade very tliin, i.e., less than about 5 microns and, 
preferably, less than 2 microns, with the contact 
layer being less than O.l micron thick« 
5 !Che necessary dopants are typically introduced 

by diffusion or is^lant after the grovth processes 
to define source, drain and channel regions. Next, 
the structure 206 is processed on the front, or top 
side, using conventional techniques to form gates 
10 and metal contacts where each pixel is to be located 
and buss bars and bonding pads, as required. 

In a first lift-off embodiment, a coating 208 
is then formed on the front side processed structure 
206 (Figure 9A) . The coating consists of a 
15 combination of thick or thin film materials with 
different thermal coefficients of expansion. For 
example, coating 208 can caii5>rise a nitride, metal, 
bimetal or a glass stressed coating. Contact 
metallization (not shown) can also be applied at 
20 this time on the contact layer. 

The coating layer 208 and structure 206 are 
then patterned using conventional photolithography 
and the coating material 208 and structure 206 is 
removed in predetermined areas down to release layer 
25 204 as shown in Figure 9B, by etching with a 

suitable selective etchant. The above steps are 
performed at a predetermined temperature which is 
sufficiently low no significant thermal stress 
between the coating materials of coating 208 is 
30 produced. Next, the temperature is elevated to a 
sufficient degree, causing thermal stress in the 
coating 208. While at this elevated temperature the 



SUBSTITUTE SHEET 



"^O^l/mS^ PCr/US91/09770 



-31- 



10 



structure is exposed to a release etchant (See 
Figure 9C) . 

The release etchant eventually etches the 
release layer 204 sufficiently to allow separated 
device structures 206 supported by the coating 208 
to be removed. These structures are then brought 
down to a lower temperature at which the thermal 
stress is relieved to allow the discrete devices to 
lay flat for subsequent backside processing. 

•axis process provides a significant advantage 
over the emitter et al. black wax process in that it 
enables the discrete chips to lay flat for backside 
processing and the support structure is formed of 
materials, such as glass, which are impervious to 
15 the backside processing temperatures. 

TWO different procedures can be used to achieve 
wafer scale liftoff. The first method Involves the 
etching of the entire substrate on which the f im to 
be transferred has been formed. This is termed an 
20 "etch back" procedure. 

A second method accesses the release layer from 
the edge of the wafer or sample only and releases 
the material as one large sheet. This second method 
is for oases which do not require registration 
between devices lifted from the same wafer, if 
registration Is not desired, an automated procedure 
is used for liftoff of large areas of individual 
devices or areas of material. After frontslde 
processing la completed, DV cured epoxy can be cured 
with the desired pattern, removed where it is not 
wanted, and then used as the mask for etching down 
to the release layer. The uv cured epoxy can then 
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be left on and can act as support for the lifted 
fllBs after separation. The separajte devices would 
need to be retrieved from the etching solution and 
5 processed separately using pick and place type 
methods* 

These alternative lift-off processes will now 
be described in connection with Figures lOA-lOE, 
wherein corresponding items in Figure 9 retain the 

10 same reference numeral if Figure 10. As shown in 
the partial perspective cross-section of Figure lOA^ 
a substrate 202 has formed thereon a release layer 
204, followed by a device structure 206, all €is 
described in connection with Figure 9. All front 

15 side processing, such as bonding pads and metal 
contacts (not shown) to the structure 206 are 
completed. 

A material which can be transformed from a less 
soluble or less etchable state to a more soluble or 

20 mor6 etchable state (or vice versa) is formed on the 
front-side processed structure 206. For exan^le, a 
UV curable epoxy 230 can be spread over the 
structure 206. This epoxy has the property that 
exposure to UV light causes it to be less soluble. 

23 A UV light transparent mask release layer 232 

of material is then formed over the epo3^ 230 and a 
patterned opaque mask 234 with openings 236 is 
affixed over the layer 232. 

The mask 234 is irradiated with UV light, 

30 curing the areas of the epoxy underlying the mask 
openings 236 and making them less soluble than in 
the uncured state. The release layer 232 is removed 
by and the mask 234 is removed. Next, the uncured 
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epoxy is removed by a solvent, such as dovn to the 
release layer 204 (See Figure lOB) . 

The cured epoxy 230 is left on the structure to 
serve as a support for the thin film structure 206 
after separation from the release layer 204, in 
this manner, the etching front is increased by 
dividing up the total top surface area of structure 
206 into smaller areas by cutting channels 240 down 
to the release area 204. 

A second method for wafer size liftoff relies 
on increasing the amount of etching front by 
dividing up the total area to be lifted into smaller 
areas. Channels are cut into the total area of 
material to be lifted thereby exposing the release 
layer. These channels can completely separate the 
area or can consist of slits cutting part way into 
the liftoff area. 

The second method addresses the problem of 
trying to register these small areas of material 
with respect to each other while at the same time 
allowing the etching medium greater access to the 
exposed release layer. The ability to do this 
allows for easy retrieval from the solution, wafer 
scale processing on the bactaide, and short liftoff 
25 times due to the smaller areas and maximum exposure 
of the etching front. The key feature of this 
approach is that it allows for registration of the 
entire wafer area while still providing the etching 
solution access to all the etching fronts. 

Where registration between devices is required 
as in an array of transistors, the lift-off method ' 
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of the alternate entbodlment of Figures lOC-lOE 
offers UBixy advantages. 

This alternate process of Figure IOC solves the 
difficult problem of trying to register small device 
5 or pixel areas of material with respect to each 

other, while at the same time, allowing the etching 
medium access to the exposed release layer. The 
ability to do this allows for easy retrieval from 
the solution, wafer scale processing on the 
10 backside, and short lift-off times due to the 
smaller areas and maximum etching fronts This 
approach also enables registration of devices 
throughout the entire wafer area while still 
providing the etching solution access to all the 
15 etching fronts. Turning to Figure lOC, there is 

shown a rectangular partial section of a wafer. The 
wafer is formed of a semiconductor substrate 202 
upon which a release layer 204 is deposited by CVD 
followed by a front processed transistor panel 206, 
20 all as previously described above. 

Transformable material, such as uncured liquid 
DV epoxy 250 is spread onto the top or front sxirface 
of structure 206. The point of departure with the 
previous embodiment occurs in the next step, when a 
25 perforated planar grid 252, made of transparent 

material, such as plastic, is aligned on top of the 
©poxy 250. The perforations 256 extend orthogonal 
to, and through, the plane of grid 252. 

A photo-mask with opaque circles 256 aligned 
30 to cover the perforations 256 is then affixed over 
the grid 252 (Figure IOC) . (An optional UV 
transparent mask release layer (not shown) may be 
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formed between the mask 258 and grid 252 to 
facilitate mask removal.) tjv light is focused onto 
the mask, curing the underlying epoxy 254 everywhere 
except beneath the opaque circles 254, as shown in 
Figure lOD irtierein the cured sections of epoxy 250 
are shown in shaded section and the uncured sections 
are in blank. The mask 258 is removed. The uncured 
epoxy 250 is removed from the openings 256 by a 
suitable solvent and structure 206 etched away 
through the openings down the the release layer 204. 
The release layer is then etched away using the 
opening 256, as provided above. Access for the 
etchant is thus achieved at many points across the 
wafer, resulting in an array being attached to grid 
252 by cured epoxy 254 (See Figure lOB) . 

Another approach to registration is to form 
channels 260 directly in the device material by 
etching down to the release layer 204, thereby 
forming channels in the material alone (Figure iiA) . 
These Channels can also be made taller by using the 
tJV cured epoxy patterning method of Pig. 9 and then 
etching down to the release layer 204, (See Figure 
IIB) , or any other method that forms channels 260 or 
access streets between the areas 270 to be 
separated, as shown in the plan view of Figure lie. 
A support 280 can then be attached to the material 
270 over the channels 260 and then the etchant can 
be allowed to run along the channels, thereby giving 
the etchant access to the center of the wafers 
(Figures llD-iiE) . Taller channels can assist in 
speeding up the capillary action to achieve faster 
release, other methods can also be used to speed 
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260, Including vacuum assistance, ultrasonic 
assistance, etc. 

Along the same lines, channels 260 can be made 
5 in the device material to exposA the release layer 
below. A porous material is then spun on, or 
otherwise formed or attached to the front surface. 
This material is rigid or semi-rigid irtien cured by 
OV, heat, or solvent treatment, etc., and therefore 
10 able to sui^rt the lifted film after separation 
from the substrate. The material is sufficiently 
porous to pass the etchant fluid without being 
attacked by the etchant. In this way, the etchant 
passes through the porous material and is given 
15 access to the release layer at its exposed points. 
In another embodiment, the release layer 
etchant is brought in contact with the release layer 
before the overlying support structure is attached 
to the structure 206. For this process to work, 
20 cdiannels 260 must be formed between devices or areas 
of material to be lifted for the etchant to be 
trapped in. The basic process is as follows: 
Channels 260 are formed between lift-off areas 206 
-whidx expoBB the release layer 204 on substrate 202. 
25 This can be done with ai^ of the previously 

described methods which create channels between 
devices. A simple method which works very well is 
to form the channels directly in the material 206 by 
photoresist masking followed by etching down to the 
30 release layer 204. This forms channels 260 in the 
material which are egual to the height of the 
material above the release layer. Next, an etchant 
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is placed on the surface of the layer to be lifted, 
or the wafer is eubaerged in the etchant. in either 
case, the channels 260 between the areas to be 
lifted 206 are filled with the etchant material. 
After this is done, the overlying support layer, 
whicsh will also hold the registration after 
lift-off, is affixed to the front surface of the 
structure 206 by bonding methods described in detail 
herein. Th6 overlying support is secured to the 
material 206 while the wafer is submerged or while 
the etchant is covering the front surface of the 
wafer and filling the channels. The support 
materials must be rigid enough that they do not fill 
in the channels that have been formed and thereby 
force the etchant out. A suitable support material 
can comprise glass, plastic or other optically 
transmitting substrate. This allows for a solid 
support medium that does not need etchant access 
holes in it, thus greatly simplifying the process. 

The trapped etchant sufficiently dissolves the 
release layer 204 so that the thin fila area 206 can 
be removed while being supported and registered by 
support with the backside exposed for further 
processing, i.e., formation of backside conductor 
25 metallisation and bonding pads. 

In addition to the support materials referenced 
above, uv release tapes, which are well known in the 
industry for handling small devices, have proven to 
be an excellent support choice for several reasons 
These tapes have the property that when exposed to 
intense ov radiation, they lose most of their 
adhesion, in addition, moisture does not seem to 
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effect the adhesive, and they can be applied with 
great success r even If submerged in llguid. These 
tapes can be used alone or in conjunction with a 
thicker support, oaiis additionea support should be 
5 formed of material which is transparent to tJV 

radiation unless it is to be permanent and it should 
not be attacked by the etchant being used« 

The UV release adhesive can be applied directly 
to other support materials, instead of the tape 
10 backing material. As shown in Figures 12A^12C, 

support 280, combined with double-sided UV release 
tape 282, can be used. One side of the tape 282 is 
adhered to the support. Then the other side is 
adhered to the front of the structure 206 after the 
15 etchant is applied. The etchant is then allowed to 
undercut the device 206. The devices are then 
attached by release tape to the support 280^ as 
shown in Figure 12 A. The lift-off tiaie is very 
short because the etchant has access to the release 
20 layer from many points on the wafer surface. 

In this way, the devices are registered with 
respect to each other and are supported by the 
support 280 during backside processing. 

The tape*s adhesion can then be released by UV 
25 irradiation through the support (Figures 12B or 12C) 
and the tape can be taken off the carrier 280 with 
the devices still attached. Further UV exposure 
will decrease the adhesion of the devices to the 
tape to a sufficient degree to allow the devices to 
30 be removed by vacuum wemd or to be transferred 
directly fxrom the tape to any other tape 284 or 
epoxy 286 with substrate 288 (See Figures 12B or 
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12C) or other nediim. Separate areas as large as 
0.5 cm in width have been lifted by this 
non-curvature aethod. Total wafer size, which can 
be lifted and registered simultaneously, is only 
limited by the wafer size. 

As indicated, an alternative embodiment 
involves use of UV-oured adhesive tapes and epoxies. 
The adhesive can be used to bond the thin-film 
transistors and CMOS circuit elements to glass. The 
adhesive is applied to plates that are as large, or 
larger than, 14-X14". Application methods include: 
spin coating, vapor coating, spraying, and standard 
thick film application processes to provide the 
necessary uniformity and optical quality. 

Another preferred embodiment includes a method 
to transfer tightly placed devices to positions not 
so tis^tly spaced on the circuit panel. The 
technique illustrated in Figures 13A, B and c uses 
stretching or contracting of a stretchable tape or 
film until the devices are positioned correctly. 
This technique can also include previously described 
lift-off procedures and mechanical or a combination 
of stretching and mechanical methods. Commercially 
available devices can be used to precisely control 
the stretching of the film. Various methods can be 
used to measure the spacing of devices during 
stretching and transfer to provide proper 
registration of components. 

AS illustrated in Figure 13A in connection with 
structure 300, an array of transistors or thin-film 
semiconductor regions 304 has been transferred onto 
a stretchable substrate 302. Transistors or regions 
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304 IxavB been fabricated and trasferred In 
accordance with the procedures set forth above, or 
using any other suitable procedure. Substrate 302 
can comprise an adhesive. 
5 In a first embodiment the structure is 

stretched along axis 306, as shown in Figure 13B, 
thereby increasing the distance SOB bdtveen devices 
304 along axis 306 ^ile leaving the distance 310 
between devices in another direction the same. The 

10 substrate 302 is then stretched along axis 314 to 
produce the array shown in Figure 13 C where devices 
304 have spacing 308 in one direction and spacing 
312 in an orthogonal direction 

In another embodiment the structures 300 of 

15 Figure 13A is stretched simultaneously in directions 
306 and 314 to provide the array shown in Figure 
13C. 

A mechanical technique is shown in Figures 14A 
and B. One starts with a lifted off array of 

20 devices 320 on a tape. This tape 322 is placed on a 
frame 324 that moves in and out along axis 326 and 
up and down along axis 328. A drum 330 with a 
flexible tape 334 is placed around its 
circumference. A instrument 340 is then pushed onto 

25 the device 324, pushing the first row of devices 
onto the drum tape 334. The drum tape 334 is 
indexed in direction 332 at the necessary angle and 
again the instrument 340 pushes a second row of 
devices with spacing 338 onto the tape 334. This 

30 continues until all the rows are transferred. This 
first drum tape 334 with the rows of devices 336 is 
then put onto frame 324. The same operation 



SUBSTITUTE SHEET 



W092/124S3 



PCTAJS9I/09770 



-41- 



10 



15 



continues by transferring rows onto a new drum tape 
339. 

Another eabodiuent is to stretch the tape in 
one direction, transfer this to another tape and 
stretch that tape In the other direction and 
transfer the devices to the final support. This 
method is well suited for small disconnected 
devices. 

A system for measuring the distance between 
devices 304 on a transfer or final substrate is 
shown schematically in Figure is. A laser 350 
directs a beam 352 in the direction of substrate 354 
and scans across the source, sensors 356 are 
positioned to detect transmitted anchor reflected 
light an generate signals where the beam is 
deflected by a device 304. a controller 358 
correlates movement of the beam 352 relative to the 
substrate 354 so that the distance between the 
devices 304 is accurately measured. Controller 358 
is electrically connected to stretching mechanism 
360 so that adjustments can be made to the spacing 
of selected rows or columns of devices. 

Stretching mechanism 360 can consist of a 
piston that is pressed through a collar to which the 
25 substrate 354 is attached. The movement of the 
piston face against substrate 354 and through the 
collar stretches substrate 354 in a precisely 
defined aanner to Increase the spacing between 
devices 304. 

30 Alternatively, there are commercially available 

stretching mechanisms like that shown in Figure 15 
Which grip the substrate along its periphery and 
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precisely pull tbe substrate in tbe appropriate 
direction. 

After stretching the registered devices are 
transferred to glass, polyester or other suitable 
5 substrate for light valve (LCD) fabrication. 

Alternatively, the devices can be mounted onto light 
emitting devices for display fabrication. 

As stated previously, other preferred 
embodiments miploy an emissive materieJ. such as an 
10 electroluminescent film, light emitting diodes, 
porous silicon or aiiy lic^t emitting material to 
form each pixel element of the display. To that 
end, another preferred embodiment of the present 
invention is illustrated in the perspective view of 
15 an electroluminescent (EL) panel display in Figure 
16A. The basic coitponents of the EL display include 
an active matrix circuit panel 414, a bottom 
insulator 423, an electroluminescent structure 416, 
a top insulator 417 and an optically transparent 
20 electrode 419, which are secured in a layered 
structure. The EL structure 416 is positioned 
between the two planar insulating layers 417 and 423 
which prevent destructive electrical breakdown by 
capacitively limiting direct current flow through 
25 the EL structure and also serve to enhance 

reliabilil^. The insulators 417 and 423 have high 
electrical breakdown so that they can remain useful 
at high fields which are required to create hot 
electrons in the EL phosphor layers. The capacitive 
30 structure of the display is completed by producing 
thin-film electrodes adjacent to each insulator. 
One of these electrodes is formed within the pixel 
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array 422 and the other electrode is the optically 
transparent electrode 419 which allows light to exit 
the display. 

The array of pixels 422 formed on the circuit 
panel 414 are individually actuated by a drive 
circuit. The circuit hae first 418 and second 420 
circuit components that are positioned adjacent to 
the array such that each pixel 422 can produce an 
electric field in the electroluminescent structure 
416 between the pixel electrode and an element of 
the electrode 419. The electric field causes an EL 
element 424 to be illuminated. 

The electroluminescent structure 416 may be 
formed of a single phosphor layer for a preferred 
embodiment having a monochrome EL display, m 
another preferred embodiment, the EL structure 416 
is fotmed Of a plurality of patterned phosphor 
layers for providing color display. The phosphor 
layers are patterned such that each color pixel 
includes red, green and blue phosphor elements. The 
EL color display can be formed based on the EL 
display formation process disclosed in Intemation 
application PCT/US88/01680 to Barrow et al. 
incorporated herein by reference. Referriiig to 
Figure 16B, each EL element 424 is divided into 
single color elements such as red 476 and 482, green 
478 and blue 480. 

To illuminate a single color element for a 
given EL element 424, the drive circuit causes an 
electric field to be formed between one of the 
bottom electrodes 462 and the transparent electrode 
419. For a selected illuminated single color 
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eleaentr the light emitting centers of the phosphor 
are impact excited by the flow of hot electrons 
through the phosphor layer when the electric field 
exceeds a known threshold. As such, the pixels 422 
5 can be selectively actuated to provide any 
illiminated color for that pixel group, 

The active matrix pixel array en^loys 
transistors (TPTs) colocated with each pixel in the 
display to control the function of the pixel. As 
10 applied to EL displays, the active matrix approach 
offers significant advantages including reduced 
power dissipation in the circuit panel and increased 
frecpxency at which the AC resonant driver can 
operate. The formation of a useful EL active matrix 
15 requires TFTs that can operate at high voltages and 
high speeds. Single crystal silicon is preferred 
for achieving high resolution in a small (6inx6in or 
less) active matrix EL display. 

In an EL display, one or more pixels are 
20 energized by alternating current (AC) which is 
provided to each pixel by row and column 
interconnects connected to the drive circuitry, ihe 
efficient conduction of AC by the interconnects is 
limited by parasitic capacitance. The use of an 
25 active matrix, however, provides a large reduction 
of the interconnect capacitance and can enable the 
use of high frequency AC to obtain more efficient 
electroluminescence in the pixel phosphor and 
increased brightness. In accordance with the 
30 present invention, the TFTs that provide this 

advantage are formed in a single crystal wafer, such 
as bulk Si wafers, or thin-films of single crystal 
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or essentially single crystal silicon. Xbese high 
quality TPTs are employed in an EL panel display, 
providing high speed and low leakage as well as 
supporting the high voltage levels needed for 
electroluninescenoe . 

In preferred embodiaents, single crystal 
silicon formed on an insulator (SOI) is processed to 
permit the formation of high voltage circuitry 
necessary to drive the EL display. Mbre 
specifically, thin-film single crystal silicon 
formed by the ISE process or other SOI processes 
allows for fabrication of high voltage DMOS 
circuitry for the TPTs as well as low voltage CMOS 
circuitry for the drivers and other logic elements. 
15 The DHOS/CMOS drive circuitry configuration for 

controlling an EL monochrome display is illustrated 
in Figures 16C-16D. Each active matrix EL pixel 
circuit 425 includes a CMOS and DMOS transistor 
(TPTS) 421a and 421b respectively. The capacitors 
426a, 426b and 426c represent the parasitic and 
blocWng capacitors normally present in an AC EL 
structure. Despite its complicated appearance, each 
pixel circuit 425 should actually occupy only a 
small fraction of the pixel area even with array 
25 densities of up to 1000 lines/inch. The drive 

circuitry for an EL monochrome display is shown for 
siiqplicity purposes only. For an EL color display, 
the drive circuitry for each pixel would coii5>rise ' 
three pixel circuits 425 selectively activated to 
drive the red, green or blue color elements. 

Referring to Figure 16C, there are two unique 
aspects of the pixel circuit 425. The first is that 
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the use of the DMOS traxisistor 421b on the output of 
the drive circuit allows the EL display to he driven 
vith an AC drive signal at 428 « This feature can be 
appreciated by considering just the DMOS transistor. 
5 Hef erring to Figure 16D, an equivalent circuit 
for a OHOS transistor 42lb inclizdes an NKOS device 
XI with a hunting diode Dl. If the gate on the 
NMOS transistor 3a is raised to the threshold 
voltage above the source, current will flow through 

10 the transistor XI during the positive AC drive 
pulse. The presence of the shunt diode Dl allows 
current to flow in the reverse direction regardless 
of the gate voltage, so that with a high gate 
voltage, current flows through the transistor XI 

X5 during both the positive and negative transitions. 
The EL layer 429 is therefore being excited and will 
be illuminated as long as the gate is held high. If 
the gate is held low, that is at a voltage below the 
threshold voltage V^, then the transistor XI will 

20 not conduct during the positive drive pulse. Thus, 
the EL layer 429 will only see a series of negative 
pulse and will charge to the ptilse potential during 
the first negative pxilses and be prevented from 
discharging during the positive pulse by the 

25 rectifying behavior of the diode Dl. Therefore, 
after a sdLngle brief illumination period, the EL 
layer 429 will remain passive since the total 
voltage across it and its isolation capacitors 426b 
and 426c remains constant. 

30 Referring back to Figure 16C, the second unique 

feature of the circuit 425 is that it ccui be 
controlled by only two wires. The second feature is 



SUBSmUTE SHEET 



^^'2/12453 PCr/US91/a9770 



-47- 



10 



15 



20 



25 



30 



achieved in the present invention through the use of 
a p-Channel HOS transistor 421a, and a diode 427. 
The diode 427 may be fabricated as a lateral or 
vertical structure and would not add significantly 
to the overall area or complexity. The diode 427 is 
needed because the MHOS transistor 421a is a 
Byametric device and would otherwise discharge the 
capacitor 426a during the illuminate period 
rendering the circuit and display inoperable. 

To insure the performance of the circuit 425, a 
circuit analysis was performed. The circuit 425 
operates by first charging the capacitors 426a by 
applying a low signal to the select line 413 (o 
volts) in the analysis and then raising the data 
line 411 to the desired voltage (in a range from 0.5 
to 2 volts in this analysis) . After the charging 
sequence, the capacitor 426a will be charged to a 
voltage approjclmately equal to the difference 
between the data and select line signal levels and 
minus the diode 427 forward voltage drop, to turn 
on the output transistor 421b, the select line 4i3 
is first increased to about l volt and the data line 
411 is rasped from -2 volts to 0 volts. The output 
transistor 421b remains on for a tine which is 
directly proportional to the voltage that was stored 
on the capacitor 426a. m this way, grey scale is 
achieved by the circuit 425. 

A preferred EL display formation process 
includes the formation of a single crystal silicon 
film, fabrication of active matrix circuitry on the 
silicon film and integration of EL materials to form 
the emissive elements. To that end, Figures 17A-17K 
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Illustrate the Isolated Silicon Spita^or (IBS) 
process to form a silioon-on-insulator (SOI) film as 
well as a process for fabricating high voltage JMOS 
devices and low voltage CMOS devices on the ISE film 
5 to form circuit panel circuitry. Note that ^ile 
the ISE process is shown herein, any number of 
techniques can be employed to provide a thin-film of 
single crystal Si* 

An SOI structure, such as that shown in Figure 
10 17A, includes a substrate 430 and cm oacide 432 (such 
as, for example Sio^} that is grown or deposited on 
the substrate 430. A polyorystalline silicon film 
is deposited on the oxide 432, and the polySi film 
is capped with a capping layer 436 (such as for 
15 example, SiO^) • The structure is the heated near 
melting point, and a thin movable strip heater 
(Figure 4) is scanned above the top sxirface of the 
wafer. The heater melts and recrystallizes the 
silicon film that is trapped between the oxide 
20 layers, resulting in a tull area single crystal 
silicon film 434. 

A thin single crystal layer of silicon 434 is 
thus formed over the oxide 432 sucSh that the oxide 
(or insulator) is buried beneath the Si surface 
25 layer. For the case of ISE SOI structures^ after 
the capping layer is removed, the top layer is 
essentially single-crystal recryetallized silicon, 
from which CMOS circuits can be fabricated. The use 
of a buried insulator provides devices having higher 
30 speeds than can be obtained in conventional bulk 
material. Circuits containing in excess of 1.5 
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nlllion CMOS transistors have been suooessfully 
fabricated in ISE material. 

As shown in Figure 17B, the silicon film 434 is 
patterned to define discrete islands 437 and 438 for 
each pixel. An oxide layer 435 is then formed over 
the patterned regions including channels 448 between 
the islands 437 and 438. a twin well diffusion 
process is then ea^ioyed to form both p and n wells. 
To form n walls, silicon nitride islands 439 are 
formed to isolate those islands 438 designated to be 
p wells (Figure 17C). The remaining islands 437 are 
subsequently ii^lanted with an n-type dopant 440 to 
form n wells 441. To form p wells, a thick oxide 
layer 442 is grown over the n wells to isolate those 
islands from the p-type dopant 443, and the silicon 
nitride islands are removed (Figure 17D) . The 
non-isolated islands are then implanted with the 
p-type dopant 443 to form p wells 444. 

Following the twin well formation, a thick 
oxide film is grown over the surface of the silicon 
islands 441 and 444 to form active area regions. 
More specifically, the oxide layer 446 Is etched to 
a relatively even thickness and silicon nitride 
islands 447 are deposited thereon (Figure 17E) . 
Next, a thick oxide fUm is grown around the surface 
of the silicon islands 441 and 444 to form active 
area regions 450 between the thick LOCOS field oxide 
regions 451 (Figure 17F) . Polysilicon is then 
deposited and patterned to form the gates 453 of the 
high voltage DMOS devices and the gates 454 of the 
low voltage CMOS devices (Figure 17G) . Note that 
the gate 453 of the DMOS device extends from the 
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active area region 450 over the field oxide region 
451. The edge of the gate 453 which is over the 
active region 450 is used ae a diffusion edge for 
the p-dhannel diffusion, ^rtiile the portion of the 
5 gate vhich is over the field oxide region 451 is 
used to control the electric field in the n veil 
drift region. 

Following the channel diffusion, the n^channel 
and p^^annel source 456, 459 and drain regions 457, 

10 460 are formed using arsenic and boron implantation 
(Figures 17H-17J) . Next, a borophosphorosilioate 
glass (BPSG) flow layer 456 is formed and openings 
are formed through the BPSG layer 458 to contact the 
source 456, the drain 457 and the gate 453 of the 

15 DHOS device as well as the source 459 and the drain 
460 of the CMOS device (Figure 17K) . Further, a 
patterned metallization 462 of aluminum, tungsten or 
other suitable metal is used to connect the devices 
to other circuit panel components. The preferred 

20 process comprises nine masks and permits fabrication 
of both hi^ voltage DKOS and lev voltage CMOS 
devices. 

The high voltage characteristics of the DMOS 
devices depend on several dimensions of the 

25 structure as well as the doping concentrations of 
both the diffused p-channel and n-well drift region. 
The important physical dimensions are the length of 
the n-well drift region, the spacing between the 
edge of the polysilicon gate in the active region 

30 and the edge of the underlying field oxide, and the 
amount of overlap between the polysilicon gate over 
the field oxide and the edge of the field oxide. 
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The degree of current handling in the DMOS devices 
is also a function of sons of these parameters as 
well as a function of the overall sise of the 
aevioe. since a preferred embodiment includes a 
high density array (IM pixels/in^), the pixel area, 
and hence the transistor siae, is kept as small as 
possible. 

Referring to Pigure 17L, the circuit panel can 
optionally be removed frcsim the substrate 430 and 
transferred to a glass plate 431 upon which EL 
phosphors have been formed. The removal process can 
comprise CEL, clept or back etching and/or lapping 
as previously described in earlier embodiments. 

Figures 18A-18D illustrate the details of the 
15 fabrication process of an electroluminescent color 
display. AS stated earlier, this fabrication 
process is based on the EL color display formation 
process disclosed in internation application 
PCT/US88 01680 to Barrows et^. incorporated herein 
by reference. The EL display formation process, 
whether for a monochrome or color display, comprises 
the sequential deposition of layers of an emissive 
thin-film stack. The phosphor layers are patterned 
such that each color pixel includes red, green and 
25 blue phosphor elements. The red color is obtained 
by filtering a yellow ZnS:Mn phosphor layer so as to 
only select the red component. The green and blue 
phosphor elements have components other than Mn for 
emitting in the desired spectral regions. 

The first layer of the EL display is the bottom 
electrode, in a preferred EL display formation 
process, the bottom electrode comprises the source 
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or drain metallization of the transistor in the 
drive circaiit. This electrode may be optimized for 
hixfti reflection of the desired wavelength to 
inCTease the luminous efficiency of the EL panel. 
5 Referring to Figure 18A, the fabrication process 
begins with the deposition of the bottom insulator 
423, preferably covering the entire surface of the 
active matrix of the circuit panel 414. The first 
color phosphor layer 476 is then deposited onto the 
10 active matrix and patterned. A first etch stop 

layer 477 is deposited, and a second color phosphor - 
layer 478 is deposited and patterned over the stop 
layer (Figure 18B) . A second etch stop layer 479 is 
deposited, and a third color phosphor layer 480 is 
15 deposited and patterned over the second stop layer. 

Referring to Figure 18C, the array of patterned 
phosphor layers 416 is then coated with the top 
insulator 417. The two insulating layers 417 and 
423 are then patterned to expose the connection 
20 points between the top electrodes and the active 
matrix circuit panel, and also to remove material 
from areas i^ch external connections will be made 
to the drive logic. The top electrode 419 formed of 
an optically transparent material such as indium tin 
25 oxide is then deposited and patterned over the top 
insulator 417 (Figure 18D) , The deposition of the 
top electrode serves to complete the circuit between 
the phosjihors 416 and the active matrix circuitry 
414. A red filter 482 is then deposited and 
30 patterned over the red pixels, or alternatively is 
incorporated on a seal cover plate if a cover is 
used. The red filter 482 transmits the desired red 
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portion of the ZnSiJto phosphor (yellow) output to 
produce the desired red color. 

Alternatively, the EL thin-filn stack nay be 
formed on a glass or other substrate to whicsh the 
aotive aatrix circuit panel is transferred by the 
aforementioned transfer processes. Yet another 
option conqprises the transfer of both the circuit 
panel and the EL stack to another material such as a 
curved surface of a helmet-mounted visor. 

A preferred process for transferring and 
adhering thin-films of silicon from its support 
substrate to a different material is illustrated in 
Figures 19A-19B. This process may be employed for 
transferring a circuit panel formed in thin-film 
15 silicon (Fig.s 17A-17L) or an entire EL display 
(Fig.B 18A -18D) and adhering it to a different 
material such as glass or a curved surface of a 
material. 

Referring to Figure 19A, the starting structure 
is a silicon wafer 500 upon which an oxide layer 516 
an a thin film of single crystal silicon 514 is 
formed using any of the previously described 
techniques, such as ISE or CLEFT. A plurality of 
circuits 511 such as pixel electrodes, TPTs, drivers 
and logic circuits are then formed in the thin-film 
silicon 514. The SOI processed wafer is then 
attached to a superstrate 512, such as glask or 
other transparent insulator or a curved surface of a 
material, using an adhesive 520. 

The wafer is then cleaned and the native oxide 
is etched off the back surface 518. The wafer is 
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put into a solution (KOH or equivalent). The 
etchant has a very low etoh rate on oxide, so that 
as the substrate is etched avay and the burled oxide 
is ea^osed, the etching rate goes down. The 
5 selectivity of the silicon ettih rate in KDH versus 
the oxide etcsh rate in KOH is very high (200:1) . 
This selectivi^ , combined with the uniformity of 
the silicon etdhing, allows the etcher to observe 
the process and to stop in the buried oxide layer 
10 516 » without punching through to the thin silicon 
layer 514 above it. Wafers up to 25 mils thick and 
oxides as thin as 4000A have been successfully 
etched using this process. An alternative etchant 
is hydrazine which has a different etch rate 
15 selectivity. 

The thin film 514 transferred to the glass 512 
is now rinsed and dried* Xf not already provided 
with the circuitry 511, it can be backside circuit 
processed. Also, if desired, the film can be 
20 transferred to another substrate and the glass 

superstrate can be etched off, allowing access to 
the front side of the wafer for further circuit 
processing. 

Figures 20A-20B Illustrate an alternative 
25 silicon thin-film transfer process in which GeSi is 
used as an intermediate etch stop layer. Referring 
to Pig. 2 OA, in this process, a silicon buffer layer 
526 is formed on a single crystal silicon substrate 
528 followed by a thin GeSi layer 524 and a thin 
30 single crystal silicon device or circuit layer 532; 
using well-known CVD or MBE growth systems. 
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The layer 532 is then IC processed in a manner 
previously described to form circuits such as TFTs 
600 or pixel electrodes 602. Next, the processed 
wafer is mounted on a glass or other support 680 
using an epoxy adhesive. The epoxy fills in the 
5 voids formed by the previous processing and adheres 
the front face to the superstrate 680. 

Kext, the original silicon substrate 528 and 
the silicon buffer 526 are removed by etching with 
KOH, vhich does not affect the GeSi layer 524 (Fig. 
10 2 OB) . Finally, the GeSi layer 524 is selectively 
etched away which does not affect the silicon film 
522. 
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CIAIMS 

1* A vtethod of fabricating a panel display 
comprising: 

a) forming a single crystal semiconductor 
material on a supporting substrate; 
5 b) forming an array of transistors and an 

array of pixel electrodes in or on the single 
crystal material to form a circuit panel such 
that each pixel is actuatable by one of the 
transistors; and 
10 c) positioning a lig^t transmitting 

material adjacent to the circuit panel such 
that an electric field or signal generated by 
each pixel alters a light transmitting property 
of the material. 

1^ 2. The method of Claim 1 wherein step a) comprises 
forming a non-single crystal semiconductor 
material on the supporting substrate; and 
crystallizing the non-single crystal 
semiconductor material to form a single crystal 

^0 material. 

3. The method of Claim 2 wherein the single 
crystal semiconductor material is an 
essentially single crystal semiconductor 
material. 

25 4. !Ehe method of Claim 1 step a) further con^rises 
transferring the single crystal material from 
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the supporting substrate onto an optically 
transmissive substrate. 

The method of Claim l further comprising 
forming a driver circuit in or on the single 
crystal semiconductor material such that each 
transistor is electrically connected to the 
driver circuit. 

The method of claim 4 wherein the transferring 
step further comprises chemically etching the 
substrate from the single crystal material. 

The method of claim 4 *rtierein the transferring 
step further comprises bonding the circuit 
panel to the optically transmiesive substrate. 

The method of claim l wherein the light 
transmitting material comprises liquid crystal. 

9. The method of claim i wherein the light 
transmitting material is an electroluminescent 
naterial. 

10. A panel display comprising: 
a supporting substrate; 

a circuit panel secured to the substrate 
and comprising an array of transistors and an 
array of pixel electrodes each electrtxle being 
electrically connected to one of the 
25 transistors ; 



8. 
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a light txansmlttlng material positioned 
adjacent to the circuit panel such that an 
electric field or signal generated by each 
pixel and applied to the material alters a 
5 light transmitting property thereof; and 

a driver circuit electrically connected to 
the circuit panel to actuate the pixels. 

11. ThB panel display of Claim 12 herein the 
single crystal semiconductor material comprises 

10 silicon. 

12. The panel display of claim 13 wherein the 
single crystal semiconductor material is an 
essentially single crystal semiconductor 
material. 

15 13. The panel display of Claim 10 vherein the 

transistor array and pixel electrode array are 
formed in or on a thin film layer of the single 
crystal semiconductor material. 



20 



14. The panel display of Claim 10 further 

conprising a bonding material for bonding the 
circuit panel to an optically transmissive 
substrate. 



15 « The panel display of Claim 10 further 

coii5)rising an optically transmissive array of 
25 electrodes positioned over the light 

txremsmitting material, each optically 
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transmlssive electrode being electrically 
connected to one of the transistors. 

16. The panel display of claim 10 therein the light 
transmitting material oon^rises liquid crystal. 

17. The panel display of Claim 10 wherein the light 
transmitting material conqprises an 
electroluminescent material. 

18. h method of fabricating a panel display 
comprising t 

a) forming a single crystal semiconductor 
material over a supporting substrate; 

b) forming an array of transistors and an 
array of pixel electrodes in or on the single 
crystal material to form a circuit panel of 
pixels sucjh that each pixel is actuatable by at 
least one transistor; and 

c) positioning an emissive jaaterial within 
each pixel such that an electric field or 
signal generated at each pixel causes light 
emission by the material. 

19. The method of claim 18 wherein step a) 
comprises forming a non-single crystal 
semiconductor material over the supporting 
substrate; and 

crystallizing the non-single crystal semi- 
conductor material to form an essentially 
single crystal material. 
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20. The method of Claim 18 ftzrther comprising 
forming a drive circuit in or on the 
essentially single crystal material such that 
each transistor is electrically connected to 
5 the drive cdLrcuit, 



21. The method of Claim 18 further comprising 

positioning an optically transmissive electrode 
array over the emissive materiEil such that the 
electric field generated at each pixel lies 
between an optically transmissive electrode and 
a pixel electrode. 



22* The method of Claim 18 step a) further 

comprises a transferring step in which the 
single crystal material is transferred from the 
15 supporting substrate onto an optically 

transmissive substrate. 

23. The method of Claim 22 wherein the transferring 
step comprises the step of removing the 
supporting substrate by chemically etching it 

20 from the single crystal material. 

24. The method of Claim 22 wherein the single 
crystal material is transferred onto a curved 
surface of an optically transmissive substrate • 

25. The method of Claim 22 wherein the transferring 
25 step further comprises bonding the circuit 

panel to the optically transmissive substrate. 
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se. The method of Claim 18 wherein the emissive 
material comprises an electroluminescent 
material. 

27, A panel display cranpriBing: 
5 a supporting substrate; 

a circuit panel of pixels secured to the 
substrate and comprising an euncay of 
transistors and an array of pixel electrodes, 
each pixel electrode being electrically 
connected to at least one transistor, each 
transistor comprising source, drain and channel 
regions formed in or on a thin film of single 
crystal semiconductor material; 

an emissive material positioned within 
each pixel sucdi that an electric field or 
signal generated by a transistor within each 
pixel causes light emission by the material; 
and 

a driver circuit electrically connected to 
the circuit panel for actuating the pixels. 

The panel display of Claim 27 further 
comprising an optically transmissive array of 
electrodes positioned over the 
electroluminescent material, each optically 
transmissive electrode being electrically 
connected to one of the transistors. 

. The panel display of claim 27 wherein the 

single crystal semiconductor material comprises 
silicon. 



28. 
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30. The panel display of Claim 27 wherein the 
single crystal semiconductor material is an 
essentially single crystal semiconductor 
material. 

5 31. The panel display of Claim 27 vherein the 
transistors are capable of operating at an 
excitation frequency of more than about 5000 Hz 
and less than about 10,000 Hz. 

The panel display of Claim 27 further 
comprising a drive circuit formed in the thin 
film of single crystal material, the drive 
circuit being electrically connected to the 
transistors such that the drive circuit is 
capable of selectively actuating each pixel by 
actuating associated transistors, the 
associated pixel electrode connected to each 
actuated transistor producing an electric field 
across the emissive material. 

20 33. The panel display of Claim 27 wherein the 
emissive material coaaprises an 
electroluminescent material. 

34. The panel display of Claim 33 vrtierein the 
electroluminescent material ccmprises a 

25 plurality of regions, each region emitting at a 

different color. 

35. The panel display of Claim 37 wherein the 
supporting substrate comprised am optically 
transmissive material such as glass or plastic. 



10 32. 
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